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TN THE UNITED STATES PATENT & TRADEMAR K OFFICE 

IN RE APPLICATION OF : : 

MINORUKOTATOETAL : ATTN: APPLICATION DIVISION 

SERIAL NO: 09/926,779 : 

FILED : DECEMBER 1 8, 200 1 : 

FOR: NON-AQUEOUS ELECTROLYTE 
SECONDARY BATTERY 

PKF.T.TMTNARY AMENDMENT 

ASSISTANT COMMISSIONER FOR PATENTS 
WASHINGTON, D.C. 20231 

SIR: 

Prior to examination on the merits, please amend the above-identified application as 
follows. 

IN THE CLAIMS 

Please amend the claims as shown in the marked-up copy following this amendment 
to read as follows. 

1 . (Amended) A non-aqueous electrolyte secondary battery comprising a negative 
electrode, a positive electrode and an electrolyte having a lithium salt dissolved in a 
non-aqueous solvent, wherein said non-aqueous solvent comprises a vinylethylene carbonate 
compound represented by the following formula (I) in an amount of from 0.01% to 20% by 
weight: 




R 1 R 3 




(I) 



wherein R\ R 2 , R 3 , R 4 , R 5 and R 6 each independently represent a hydrogen atom or an alkyl 
group having 1 to 4 carbon atoms. 

2. (Amended) The non-aqueous electrolyte secondary battery according to Claim 1, 
wherein said negative electrode comprises a carbon-based material capable of absorbing and 
releasing lithium. 

4. (Amended) The non-aqueous electrolyte secondary battery according to Claim 1, 
wherein said non-aqueous solvent is a mixed solvent comprising a cyclic carbonate selected 
from the group consisting of alkylene carbonates having an alkylene group moiety of from 2 
to 4 carbon atoms and a chain carbonate selected from the group consisting of dialkyl 
carbonates having an alkyl group moiety of from 1 to 4 carbon atoms, wherein the 
vinylethylene carbonate compound of formula (I) is present in an amount of not less than 20 
vol-%, and wherein said cyclic and chain carbonates are present in an amount of not less than 
70 vol-% based on the total solvent amount. 

5. (Amended) The non-aqueous electrolyte secondary battery according to Claim 1, 
wherein said non-aqueous solvent except the vinylethylene carbonate compound of the 
formula (I) comprises one or more solvents having a relative dielectric constant of not less 
than 25 and a flash point of not lower than 70°C. 



6. (Amended) The non-aqueous electrolyte secondary battery according to Claim 1, 
wherein said non-aqueous solvent except the vinylethylene carbonate compound of the 
formula (I) has a relative dielectric constant of not less than 25. 

7. (Amended) The non-aqueous electrolyte secondary battery according to Claim 5, 
wherein said solvent having a relative dielectric constant of not less than 25 is selected from 
the group consisting of ethylene carbonate, propylene carbonate, butylene carbonate, 
y-butyrolactone and y-valerolactone. 

8. (Amended) The non-aqueous electrolyte secondary battery according to Claim 5, 
wherein said solvent having a relative dielectric constant of not less than 25 is a mixture of 
ethylene carbonate and y-butyrolactone. 

9. (Amended) The non-aqueous electrolyte secondary battery according to Claim 1, 
wherein the lithium salt is at least one salt selected from the group consisting of LiC10 4? 
LiPF 6 , LiBF 4 , LiCF 3 S0 3 , LiN(CF 3 S0 2 ) 2 , LiN(CF 3 CF 2 S0 2 ) 2 , LiN(CF 3 S0 2 )(C 4 F 9 S0 2 ) and 
LiC(CF 3 S0 2 ) 3 . 

10. (Amended) A non-aqueous electrolyte for a non-aqueous electrolyte secondary 
battery comprising at least a negative electrode and a positive electrode capable of 
absorbing/releasing lithium, said non-aqueous electrolyte comprising a solute and a 
non-aqueous solvent, wherein said non-aqueous solvent comprises a vinylethylene carbonate 
compound represented by formula (I) in an amount of from 0.01 to 20% by weight: 



-3- 



R 1 R 3 




(I) 



O 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent a hydrogen atom or an alkyl 
J group having 1 to 4 carbon atoms. 

1 1 . (Amended) A non-aqueous electrolyte for a non-aqueous electrolyte secondary 
battery comprising at least a negative electrode and a positive electrode capable of 
absorbing/releasing lithium, said non-aqueous electrolyte comprising a solute and a 
non-aqueous solvent, wherein said non-aqueous solvent comprises one or more solvents 
wherein said one or more solvents have a relative dielectric constant of not less than 25, is 
present in an amount of not less than 90% by weight, exhibits a flash point of not lower than 
70°C and comprises at least one vinylethylene carbonate represented by formula (I): 




(I) 



O 

wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent a hydrogen atom or an alkyl 
group having 1 to 4 carbon atoms. 

Please add the following new claims. 



12. (New) The non-aqueous electrolyte secondary battery according to Claim 6, 
wherein said solvent having a relative dielectric constant of not less than 25 is selected from 
the group consisting of ethylene carbonate, propylene carbonate, butylene carbonate, 
y-butyrolactone and y-valerolactone. 

13. (New) The non-aqueous electrolyte secondary battery according to Claim 6, 
wherein said solvent having a relative dielectric constant of not less than 25 is a mixture of 
ethylene carbonate and y-butyrolactone. 



REMARKS 

Claims 1-13 are active in the present application. Claims 1-11 have been amended to 
remove multiple dependencies and for clarity. Claims 12 and 13 are new claims. Support for 
the new claims is found in the original claims. No new matter is believed to have been added 
by this amendment. An action on the merits and allowance of claims is solicited. 



Respectfully submitted, 

OBLON, SPIVAK, McCLELLAND, 
MAIER & NEUSTADT, P.C. 
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Marked-Up Copy 

Serial No: tffihi, 771 
Amendment Filed on: 



IN THE CLAIMS 

-l. (Amended) A non-aqueous electrolyte secondary battery comprising a negative 
electrode, a positive electrode and an electrolyte having a lithium salt dissolved in a 
non-aqueous solvent, [characterized in that] wherein said nonaqueous solvent [contains] 
comprises a vinylethylene carbonate compound represented by the following [general] 
formula (I) in an amount of from 0.01% to 20% by weight: 



R 1 R 3 




(I) 



O 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent a hydrogen atom or an alkyl 
group having 1 to 4 carbon atoms. 

2. (Amended) The non-aqueous electrolyte secondary battery according to Claim 1, 
wherein said negative electrode [contains] comprises a carbon-based material capable of 
absorbing and releasing lithium. 



-7- 



4. (Amended) The non-aqueous electrolyte secondary battery according to [any one 
of Claims 1 to 3] Claim 1 , wherein said non-aqueous solvent is a mixed solvent [containing] 
comprising a cyclic carbonate selected from the group consisting of alkylene carbonates [the] 
having an alkylene group moiety of [which each have] from 2 to 4 carbon atoms and a chain 
carbonate selected from the group consisting of dialkyl carbonates [carbonate the] having an 
alkyl group moiety of [which each have] from 1 to 4 carbon atoms , wherein [except] the 
vinylethylene carbonate compound of [the general] formula (I) [each] is present in an amount 
of not [smaller] less than 20 vol-%, [with the proviso that the content of] and wherein said 
cyclic and chain carbonates [accounts for not smaller] are present in an amount of not less 
than 70 vol-% based on the total solvent amount [thereof], 

5. (Amended) The non-aqueous electrolyte secondary battery according to [any one 
of Claims 1 to 3] Claim 1 . wherein said non-aqueous solvent except the vinylethylene 
carbonate compound of the [general] formula (I) [contains] comprises one or more solvents 
[selected from solvents] having a relative dielectric constant of not [smaller] less than 25 and 
[exhibits] a flash point of not lower than 70°C. 

6. (Amended) The non-aqueous electrolyte secondary battery according to [any one 
of Claims 1 to 3] Claim L wherein said non-aqueous solvent except the vinylethylene 
carbonate compound of the [general] formula (I) [is selected from solvents having] has a 
relative dielectric constant of not [smaller] less than 25. 

7. (Amended) The non-aqueous electrolyte secondary battery according to Claim 5 
[or 6], wherein said solvent having a relative dielectric constant of not [smaller] less than 25 
is selected from the group consisting of ethylene carbonate, propylene carbonate, butylene 
carbonate, y-butyrolactone and y-valerolactone. 

-8- 



8. (Amended) The non-aqueous electrolyte secondary battery according to Claim 5 
[or 6], wherein said solvent having a relative dielectric constant of not [smaller] less than 25 
is a mixture of ethylene carbonate and y-butyrolactone. 

9. (Amended) The non-aqueous electrolyte secondary battery according to [any one 
of Claims 1 to 8] Claim L wherein [said] the lithium salt is at least one salt selected from the 
group consisting of LiClCy LiPF 6 , LiBF 4 , LiCF 3 S0 3 , LiN(CF 3 S0 2 ) 2 , LiN(CF 3 CF 2 S0 2 ) 2 , 
LiN(CF 3 S0 2 )(C 4 F 9 S0 2 ) and LiC(CF 3 S0 2 ) 3 . 

10. (Amended) A non-aqueous electrolyte for a non-aqueous electrolyte secondary 
battery comprising at least a negative electrode and a positive electrode capable of 
absorbing/releasing lithium [which comprises] . said non-aqueous electrolyte comprising a 
solute and a non-aqueous solvent, [characterized in that] wherein said non-aqueous solvent 
[contains] comprises a vinylethylene carbonate compound represented by [the following 
[general] formula (I) in an amount of from 0.01 to 20% by weight: 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent a hydrogen atom or an alkyl 
group having 1 to 4 carbon atoms. 

1 1 . (Amended) A non-aqueous electrolyte for a non-aqueous electrolyte secondary 
battery comprising at least a negative electrode and a positive electrode capable of 
absorbing/releasing lithium [which comprises] , said non-aqueous electrolyte comprising a 
solute and a non-aqueous solvent, [characterized in that] wherein said non-aqueous solvent 




(I) 



O 
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[contains] comprises one or more solvents [selected from solvents having] wherein said one 
or more solvents have a relative dielectric constant of not [smaller] less than 25 . is present in 
an amount of not [smaller] less than 90% by weight, exhibits a flash point of not lower than 
70°C and comprises at least one vinylethylene carbonate represented by [the following 
general] formula (I) [incorporated therein]: 




a) 



o 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent a hydrogen atom or an alkyl 
group having 1 to 4 carbon atoms. 
Claims 12-13 (New).- 
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Description 



NON- AQUEOUg^ELE C TRQL YTE SECONDARY BATTERY 
Technical Field 

The present invention relates to a non-aqueous 
electrolyte secondary battery* More particularly, the present 
invention relates to a non-aqueous electrolyte secondary 
battery comprising an electrolyte containing a specific 
vinylethylene carbonate compound. The battery of the invention 
is subject to minimized decomposition of electrolyte and 
exhibits a high capacity as well as excellent storage properties 
and cycle life performance at high temperatures. 



Background of the Invention 

With the recent trend for the reduction of weight and 
size of electrical appliances, there has been a growing demand 
for lithium secondary battery having a high energy density. 
Further, with the expansion of the field to which the lithium 
secondary battery can be applied, it has been desired to further 
improve the battery performance* 

Extensive studies have been heretofore made of secondary 
battery comprising metallic lithium as a negative electrode 
as battery which can attain a high capacity. However, the 
greatest technical problem that prevents the practical use of 
such a secondary battery was that when charge and discharge 
are repeated, metallic lithium grows in the form of dendrite 
and eventually reaches the positive electrode, causing 



1 
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shortcircuiting in the battery. 

To cope with this problem, a non-aqueous electrolyte 
secondary battery comprising as a negative electrode a 
carbon-based material capable of absorbing/releasing lithium 
such as artificial graphite and natural graphite has been 
proposed. In such anon- aqueous electrolyte secondary battery, 
lithium doesn't exist in metallic state, making it possible 
to inhibit the formation of dendrite and improve the battery 
life and safety. In particular, a non-aqueous electrolyte 
secondary battery comprising a graphite-based carbon material 
such as artificial graphite and natural graphite has been noted 
as one meeting the demand for higher capacity. 

However, in anon-aqueous electrolyte secondary battery 
comprising as a negative electrode any graphite-based electrode 
material, singly or in admixture with other negative electrode 
materials capable of absorbing and releasing lithium/ if an 
electrolyte comprising as a solvent a propylene carbonate which 
normally is preferably used in a lithium primary battery is 
used, the decomposition reaction of the solvent proceeds 
violently on the surface of the graphite electrode, disabling 
the smooth absorption of lithium into the graphite electrode 
and smooth release of lithium from the graphite electrode. 

On the other hand, ethylene carbonate undergoes little 
such decomposition and thus has been widely used as a main solvent 
of electrolyte for non-aqueous electrolyte secondary battery * 
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However, even if ethylene carbonate is used as a main solvent, 
the electrolyte decomposes on the surf ace of the electrode during 
charge and discharge, raising problems of drop of charge and 
discharge efficiency, deterioration of cycle performance, etc. 

Further, ethylene carbonate exhibits a solidifying point 
as high as 36.4°C as compared with propylene carbonate and thus 
is not used singly but is used normally in admixture with a 
low viscosity solvent. For this reason, the electrolyte for 
lithium secondary battery comprising a graphite-based negative 
electrode normally comprises a mixture of ethylene carbonate 
and diethyl carbonate. However, since most such low viscosity 
solvents normally have a lowboilingpoint , it is disadvantageous 
in that when added in a large amount, the solvent exhibits a 
lowered flash point, though giving good electrolyte properties . 
On the contrary, when added only in a small amount, it is 
disadvantageous in electrical conductivity and viscosity at 
low temperatures* 

Under these circumstances, Japanese Patent Laid-OpenNo . 
1992-87156 proposes an electrolyte comprising as a solvent a 
mixture of a specific compound which makes unsaturated 
carbon-carbon bond difficultly reactive with lithium 
chain-like, e.g., vinylethylene carbonate and 

1, 2-dimethoxyethane as a low boiling solvent in the same volume 
as that of the specific compound in a non-aqueous electrolyte 
battery comprising metallic lithium as a negative electrode. 
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On the other hand, y-butyrolactone, etc. / which is a cyclic 
ester, has a high relative dielectric constant as well as a 
low solidifying point and thus can be used without being mixed 
with a low viscosity solvent. However, the 

y-butyrolactone-based electrolyte, too, is subject to progress 
of decomposition of y-butyrolactone on the surface of the 
graphite electrode during charge, causing deterioration of 
battery performance. 

Japanese Patent Laid-open No. 1999-31525 proposes an 
electrolyte solvent comprising as a main component 
y-butyrolactone and as a subsidiary component ethylene 
carbonate in an amount of from 15 to 35% by volume andpractically 
comprising diethyl carbonate in an amount of not smaller than 
16% by volume to inhibit the decomposition of y-butyrolactone 
in a non-aqueous electrolyte secondary battery comprising a 
graphite-based carbon material as a negative electrode. 

However, the electrolyte disclosed in the above cited 
patent leaves something to be desired, though showing an 
excellent effect in its own way. 

The present invention has been worked out to solve these 
problems. An object of the present invention is to provide 
a non-aqueous electrolyte secondary battery having a high 
energy density comprising a negative electrode containing a 
carbon-based material which is subject to minimized 
decomposition of electrolyte to exhibit a high charge and 
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discharge efficiency and show excellent storage properties and 
cycle life performance even at high temperatures. 
Disclosure of the Invention 

Under these circumstances, the inventors made extensive 
studies • As a result, it was found that the use of an electrolyte 
containing a specific vinylethylene carbonate compound as an 
electrolyte for non-aqueous electrolyte secondary battery 
comprising a negative electrode comprising a carbon-based 
material allows the efficient production of a stable lithium 
ion-permeable film on the surface of the negative electrode 
from the beginning of initial charge, making it possible to 
inhibit excessive decomposition of the electrolyte and hence 
improve the charge and discharge efficiency, storage properties 
and cycle life performance. The present invention has thus 
been worked out. 

In other words, the essence of the invention lies in a 
non-aqueous electrolyte secondary battery comprising a 
negative electrode, a positive electrode and an electrolyte 
having a lithium salt dissolved in a non-aqueous solvent, 
characterized in that the non-aqueous solvent contains a 
vinylethylene carbonate compound represented by the following 
general formula (I) in an amount of from 0.01% to 20% by weight: 
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R 5 



R 6 



(i) 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent 
a hydrogen atom or Ci-C 4 alkyl group. 

The present invention also lies in a non-aqueous 
electrolyte for non-aqueous electrolyte secondary battery 
comprising at least a negative electrode and apositive electrode 
capable of absorbing/releasing lithium which comprises a solute 
and a non-aqueous solvent, characterized in that the non-aqueous 
solvent contains a vinylethylene carbonate compound 
represented by the foregoing general formula (I) in an amount 
of from 0.01 to 20% by weight* 

The present invention further lies in a non-aqueous 
electrolyte for non-aqueous electrolyte secondary battery 
comprising at least a negative electrode and a positive electrode 
capable of absorbing/releasing lithium which comprises a solute 
and a non-aqueous solvent , characterized in that the non-aqueous 
solvent contains one or more solvents selected from solvents 
having a relative dielectric constant of not smaller than 25 
in an amount of not smaller than 90% by weight, exhibits a flash 
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point of not lower than 7 0°C and comprises at least one 
vinylethylene carbonate represented by the following general 
formula (I) incorporated therein. 

In the invention, the negative electrode preferably 
contains a carbon-based material capable of absorbing and 
releasing lithium/ and the carbon-based material capable of 
/J; absorbing and releasing lithium preferably comprises a 

Ms:- 

IX. carbon-based material having a d value of from 0*335 to 0*34 

.J'; nm on lattice plane (002 plane) as determined by X-ray 

di f f r actomet r y • 

rjj In the non-aqueous electrolyte secondary battery of the 

Jyi invention, the non-aqueous solvent preferably is a mixed solvent 

[?; containing a cyclic carbonate selected from the group consisting 

of alkylene carbonates the alkylene group moiety of which each 
have from 2 to 4 carbon atoms and a chain carbonate selected 
from the group consisting of dialkyl carbonate the alkyl group 
moiety of which each have from 1 to 4 carbon atoms except the 
vinylethylene carbonate compound of the general formula (I) 
each in an amount of not smaller than 20 vol-%, with the proviso 
that the content of said carbonates accounts for not smaller 
than 70 vol-% based on the total amount thereof, and the 
non-aqueous solvent except the vinylethylene carbonate 
compound of the general formula (I) preferably contains one 
or more solvents selected from solvents having a relative 
dielectric constant of not smaller than 25 and exhibits a flash 
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point of not lower than 70°C. 

Further, the non-aqueous solvent except the 
vinylethylene carbonate compound of the general formula (I) 
preferably is selected from solvents having a relative 
dielectric constant of not smaller than 25* The solvent having 
a relative dielectric constant of not smaller than 25 is 
preferably ethylene carbonate, propylene carbonate, butylene 
carbonate, y-butyrolactone or y-valerolactone, particularly 
a mixture of ethylene carbonate and y-butyrolactone • 

The lithium salt is preferably at least one salt selected 
fromLiC10 4 , LiPF 6/ LiBF 4 , LiCF 3 30 3 , LiN {CF3SO2) zr LiN (CF3CF2SO2) z, 
LiN(CF 3 S0 2 ) (C4F9SO2) and LiC (CF 3 S0 2 ) 3 ♦ 
Brief Description of the Drawings 

Fig, 1 is a graph illustrating the capacity-potential 
curve developed by charge and discharge at the 1st cycle in 
Example 1 of the invention. 

Fig. 2 is a graph illustrating the capacity-potential 
curve developed by charge and discharge at the 1st cycle in 
Comparative Example 1 of the invention. 

Fig. 3 is a graph illustrating the capacity-potential 
curve developed by charge and discharge at the 1st cycle in 
Comparative Example 2 of the invention. 
Best Mode for Carrying Out the Invention 

The non-aqueous electrolyte secondary battery of the 
invention is characterized in that the non-aqueous solvent used 
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therein contains a vinylethylene carbonate represented by the 
following general formula (I) : 
R 1 R 3 




0 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent 
a hydrogen atom or Ci-C* alkyl group. 

In the general formula (1), when R 1 , R 2 , R 3 , R 4 , R 5 and 
R 6 each are a Ci-CU alkyl group, specific examples of the C1-C4 
alkyl group include methyl group/ ethyl group, n-propyl group, 
i-propyl group, n-butyl group, sec-butyl group, i -butyl group, 
and tert-butyl group. Preferred among these alkyl groups are 
methyl group and ethyl group* Specific examples of the 
vinylethylene carbonate compound represented by the general 
formula (I) include 4-ethenyl-l, 3~dioxolane-2-one 
(occasionally referred to as "vinylethylene carbonate"), 
4-ethenyl-4-methyl-l, 3-dioxolane-2-one, 
4-ethenyl-4-ethyl-l, 3-dioxolane-2-one, 
4-ethenyl-4-n-propyl-l, 3-dioxolane-2-one, 
4-ethenyl-5-methyl-l, 3-dioxolane-2-one, 
4-ethenyl-5-ethyl-l, 3-dioxolane-2-one, 
4-ethenyl-5-n-propyl-l , 3-dioxolane-2-one, etc . 

Among these vinylethylene carbonate compounds, 
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4-ethenyl-4-methyl-l, 3-dioxolane-2-one is preferred/ and 
vinylethylene carbonate is particularly preferred* 

The compound of the general formula (I) may have 
substituents so far as the desired effect of the invention cannot 
be excessively impaired . 

The content of the compound of the general formula (I) 
in the non-aqueous solvent is normally from 0 « 01 to 20% by weight, 
preferably from 0,01 to 10% by weight, more preferably from 
0.1 to 10% by weight, even more preferably from 0.1 to 7% by 
weight, particularly from 0 . 1 to 5% by weight . When the content 
of the compound of the general formula (I) falls below 0.01% 
by weight, the protective film cannot be sufficiently effected. 
On the contrary, when the content of the compound of the general 
formula (I) exceeds 2 0% by weight, the electrolyte has a high 
viscosity and hence a low electrical conductivity, 
deteriorating the performance of the battery. 

Examples of the nonaqueous solvent other than the 
compound of the general formula (I) to be used in the invention 
include cyclic carbonates such as ethylene carbonate, propylene 
carbonate and butylene carbonate, chain carbonates such as 
dimethyl carbonate, diethyl carbonate and ethylmethyl 
carbonate, cyclic esters such as y-butyrolactone and 
y-valerolactone, chain ethers such as tetrahydrofuran, 
2™methyltetrahydrofuranandtetrahydropyran, chain ethers such 
as dimethoxyethane and dimethoxyme thane, sulfur-containing 
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organic solvents such as sulfolane and diethylsulf olane, etc. 
Two or more of these solvents may be used in admixture. 

The non-aqueous solvent is a mixed solvent containing 
acyclic carbonate selected from the group consistingof alkylene 
carbonates the alkylene group moiety of which each have from 
2 to 4 carbon atoms and a chain carbonate selected from the 
group consisting of dialkyl carbonate the alkyl group moiety 
of which each have from 1 to 4 carbon atoms except the 
vinylethylene carbonate compound of the general formula (I) 
each in an amount of not smaller than 2 0 vol-%, with the proviso 
that the content of the carbonates accounts for not smaller 
than 70 vol-% based on the total amount thereof. 

The term ^vol-%" as used herein is meant to indicate one 
measured at room temperature, i.e., 25°C. However, any solvent 
which stays solid at 25°C shall be heated to its melting point 
where it is then measured in molten state. 

Specific examples of the alkylene carbonate the alkylene 
group moiety of which has from2 to 4 carbon atoms include ethylene 
carbonate, propylene carbonate, butylene carbonate, etc. 
Preferred among these alkylene carbonates are ethylene 
carbonate and propylene carbonate. 

Specific examples of the dialkyl carbonate the alkyl group 
moiety of which has from 1 to 4 carbon atoms include dimethyl 
carbonate, diethyl carbonate, di-n-propyl carbonate, 
ethylmethyl carbonate, methyl-n-propyl carbonate, 
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ethyl-n-propyl carbonate, etc* Preferred among these dialkyl 
carbonates are dimethyl carbonate, diethyl carbonate, and 
ethylmethyl carbonate . The mixed non-aqueous solvent may 
contain solvents other than carbonate* 

Another preferred embodiment of the non-aqueous 
electrolyte secondary battery of the invention lies in a 
non-aqueous electrolyte secondary battery comprising a 
negative electrode, a positive electrode and a non-aqueous 
electrolyte made of a solute and a non-aqueous solvent, 
characterized in that the non-aqueous solvent contains one or 
more solvents selected from solvents having a relative 
dielectric constant of not smaller than 25 in an amount of not 
smaller than 90% by weight, exhibits a flash point of not lower 

than 70°C and comprises at least one vinylethylene carbonate 
represented by the foregoing general formula (I) incorporated 
therein . 

The non-aqueous solvent having a relative dielectric 
constant of not smaller than 25 to be used in the foregoing 
embodiment of the invention is not specifically limited* 
However, ethylene carbonate, propylene carbonate, butylene 
carbonate, y-butyro lactone, y-valerolatone, sulf olane, 
3-methylsulf olane, dimethyl sulfoxide, etc. can be exemplified. 
Preferred among these non-aqueous solvents are ethylene 
carbonate, propylene carbonate, butylene carbonate, 
y-butyrolactone, and y-valerolatone. A mixture of ethylene 



12 



01-1 2-1 8; 1 1 : 04AM; NGB fifffi 



OB LON 



035561 3955 



# 1 6/ 



carbonate and y-butyrolactone is particularly preferred. Two 
or more of these solvents may be used in admixture. The 
combination of these solvents is not specifically limited. 

Further, in the foregoing embodiment of the invention, 
to the non-aqueous solvent having a relative dielectric constant 
of not smaller than 25 may be added one or more non-aqueous 
l £i solvents other than mentioned above, e.g., dialkyl (preferably 

ry having from 1 to 4 carbon atoms) carbonate such as dimethyl 

>! carbonate, diethyl carbonate, di-n-propyl carbonate and 

ethylmethyl carbonate, cyclic ether such as tetrahydrofuran 
and 2-methyltetrahydrofuran, chain ether such as 
jjj-f dime thoxye thane and dime thy lmethane, chain ester such as methyl 

;5 s : acetate and ethyl propionate* In this case, these solvents 

may be added in such a combination that the flash point of the 
non-aqueous solvents, including those added, is not lower than 
70°C. 

As the solute of the electrolyte to be used in the invention 
there may be used a lithium salt. The lithium salt is not 
specifically limited so far as it can be used as a solute. A 
specific example of such a lithium salt is an inorganic lithium 
salt selected f romLiC10 4 , LiPF 6 andLiBF 4 or fluorine-containing 
organic lithium salt such as LiCF 3 S0 3 , LiN (CF 3 S0 2 ) z, 
LiN(CF 3 CF 2 S02)2, LiN(CF 3 S0 2 ) (C 4 F 9 S0 2 ) and LiC (CF 3 S0 2 ) 3 . 
Preferred among these lithium salts are LiPF 6 and LiBF 4 . Two 
or more of these solutes may be used in admixture. 
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The molarity of lithium salt as solute in the electrolyte 
is normally from 0,5 to 3 mols/1 but is preferably from 0.5 
to 2 mols/1. When the molarity of lithium salt falls below 
0.5 mols/1 or exceeds 2 mols/1, it is disadvantageous in that 
the electrolyte exhibits a low electrical conductivity that 
deteriorates the battery performance. 
■|,] The material of the negative electrode constituting the 

ry battery of the invention is not specifically limited so far 

%J as it contains a carbon-based material capable of absorbing 

and releasing lithium. Specific examples of such a 
Q carbon-based material include pyrolysis product of organic 

HU material obtained under various pyrolysis conditions, 

'sr.; 1 

w artificial graphite, natural graphite, etc. Preferably, 

natural graphite produced by high temperature heat treatment 
of graphitizable pitch obtained from various materials, 
purified natural graphite or material obtained by subjecting 
these graphites may be mainly used. However, these graphite 
materials preferably have a d value ( interlaminar distance) 
of from 0.335 to 0.34 nm, more preferably from 0.335 to 0.337 
nm on lattice plate as determined by X-ray dif f ractometry 
according to the method of the Japan Society of Promotion of 
Scientific Research. These graphite materials preferably have 
an ash content of not greater than 1% by weight, more preferably 
not greater than 0.5% by weight, most preferably not greater 
than 0.1% by weight, and a crystalline size (Lc) of not smaller 
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than 30 nm as determined by X-ray dif f ractometry according to 
the method of the Japan Society of Promotion of Scientific 
Research* 

Further, the crystalline size of the graphite is more 
preferably not smaller than 50 nm/ most preferably not smaller 
than 100 nm. The median diameter of graphite material is from 
1 to 100 jam, preferably from 3 to 50 jim, more preferably from 
5 to 4 0 put, more preferably from 7 to 30 pan as determined by 
laser dif fractometry/scattering method. BET process specific 
surface area of graphite material is from 0.3 to 25.0 m 2 /g, 
preferably from 0*5 to 25*0 m 2 /g, more preferably from 0.7 to 
20.0 m 2 /g, even more preferably from 0*7 to 15.0 m 2 /g, still 
even, more preferably from 1.0 to 15.0 m 2 /g, still even more 
preferably from 1.5 to 10.0 m 2 /g. Moreover, the graphite 
preferably exhibits an intensity R {= Ib/Ia) of from 0 to 0.5 
wherein I A is the peak intensity in the range of from 1,580 
to 1, 62 0 cm-1 and I A is the peak intensity in the range of from 
1,350 to 1,370 cm" 1 as determined by Raman spectroscopy, and 
a peak half width of not greater than 2 6 cm" 1 , more preferably 
not greater than 25 cm" 1 in the range of from 1,580 to 1,620 
cm" 1 . 

Further, the carbon-based material may be used in 
admixture with a negative electrode material capable of 
absorbing and releasing lithium. Examples of the negative 
electrode material capable of absorbing and releasing lithium 
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other than carbon-based material include metal oxide material 
such as tin oxide and silicon oxide, metallic lithium, and 
various lithium alloys • Two or more of these negative electrode 
materials may be used in admixture. 

The process for the production of a negative electrode 
from these negative electrode materials is not specifically 
limited. The negative electrode can be produced, e.g., by 
optionally adding a binder, a thickening agent, an 
electrically-conductingmaterial, a solvent, etc. to a negative 
electrode material to make a slurry, applying the slurry to 
a current collector substrate, and then drying the coated 
substrate. Alternatively, the negative electrode material may 
be rolled as it is to prepare a sheet-like electrode or may 
be compression-molded to prepare a pelletized electrode. 

The binder to be used in the production of the electrode 
is not specifically limited so far as it is a material inert 
to the solvent to be used in the production of the electrode 
or the electrolyte. Specific examples of such a material 
include polyvinylidene fluoride, polytetraf luoroethylene, 
styrene-butadiene rubber, isoprene rubber, butadiene rubber, 
etc . 

Examples of the thickening agent include carboxymethyl 
cellulose, methyl cellulose, hydroxymethyl cellulose, ethyl 
cellulose, polyvinyl alcohol, oxidized starch, phosphated 
starch, casein, etc . 
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Examples of the electrically-conductingmaterial include 
metallic material such as copper and nickel, and carbon-based 
material such as graphite and carbon black. 

As the material of the current collector for negative 
electrode there may be used a metal such as copper, nickel and 
stainless steel . Preferred among these metals is a copper foil 
because it can be easily formed into a thin film and from the 
standpoint of cost* 

As the material of the positive electrode constituting 
the battery of the invention there may be used a material capable 
of absorbing and releasing lithium such as lithium transition 
metal composite oxide material, e.g., lithium cobalt oxide, 
lithium nickel oxide and lithium manganese oxide. 

The process for the production of the positive electrode 
is not specifically limited. The negative electrode can be 
produced according to the foregoing process for the production 
of the negative electrode. Referring to the shape of the 
positive electrode, a binder, an electrically-conducting 
material, a solvent, etc. maybe optionally added to and mixed 
with the positive electrode material which is then applied to 
a current collector substrate to form a sheet electrode or 
press-molded to form a pelletized electrode. 

As the material of the current collector for positive 
electrode there may be used a metal such as aluminum, titanium 
and tantalum or alloy thereof. Particularly preferred among 
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these materials is aluminum or alloy thereof because it has 
a light weight and thus gives a high energy density. 

The material and shape of the separator to be used in 
the battery of the invention are not specifically limited, 
■However, the separator is preferably selected from materials 
which are inert to the electrolyte and have excellent liquid 
retaining properties . A porous sheet or nonwoven cloth made 
of a polyolefin such as polyethylene and polypropylene as a 
raw material is preferably used* 

The process for the production of the battery of the 
invention having at least a negative electrode, a positive 
electrode and a non-aqueous electrolyte is not specifically 
limited but can be properly selected from those commonly 
employed. 

The shape of the battery is not specifically limited. 
A cylinder type obtained by spirally winding a sheet-like 
electrode and a separator, a cylinder type having an inside 
out structure comprising a pelletized electrode and a separator 
in combination, a coin type having a pelletized electrode and 
a separator laminated on each other, etc. can be used. 

The present invention will be further described in the 
following examples and comparative examples, but the present 
invention should not be construed as being limited thereto so 
far as they fall within the scope of the invention. 
EXAMPLE 1 
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An electrolyte was prepared by dissolving a vinylethylene 
carbonate in a propylene carbonate in an amount of 5% by weight, 
and then dissolving thoroughly dried lithium 
hexaf luorophosphate (LiPF 6 ) as a solute in the solution in an 
amount of 1 mol/1 in dried argon atmosphere* 

To 94 parts by weight of KS-44 (trade name; produced by 
Timcal (??) Co., Ltd.), which is an artificial graphite powder 
having a d value of 0.336 nra on lattice plane {002 plane) as 
determined by X-ray dif f ractometry, a crystalline size {Lc) 
of not lower than 100 nm (264 nm) , an ash content of 0.04% by 
weight, a median diameter of 17 [uxi as determined by laser 
dif fractometry/scattering method/ a BET process specific 
surf ace area of 8 ♦ 9 m 2 /g, an intensity R (= I b /Ia) of 0 ♦ 15 wherein 
I A is the peak intensity in the range of from 1, 580 to 1,620 
cm-l and I A is the peak intensity in the range of from 1,350 
to 1, 370 cm** 1 as determined by Raman spectroscopy, and a peak 
half width of 22,2 cm" 1 in the range of from 1, 580 to 1,62 0 cm" 1 
were added 6 parts by weight (solid content) of a dispersion 
of styrene-butadiene rubber (SBR) in distilled water. The 
mixture was then stirredby means of a disperser to make a slurry. 
The slurry thus made was uniformly applied to a copper foil 
having a thickness of 18 [m as a negative electrode current 
collector, dried, and then punched into a disk having a diameter 
of 12.5 mm to prepare an electrode as a working electrode. A 
lithium foil was then provided as a counter electrode on the 
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working electrode with a separator impregnated with the 
electrolyte interposed therebetween to prepare a coin type half 
cell * 

COMPARATIVE EXAMPLE 1 

A coin type half cell was prepared in the same manner 
as in Example 1 except that an electrolyte preparedby dissolving 
a vinylene carbonate in a propylene carbonate in an amount of 
5% by weight, and then dissolving LiPF 6 in the solution in an 
amount of 1 mol/1 was used. 
COMPARATIVE EXAMPLE 2 

A coin type half cell was prepared in the same manner 
as in Example 1 except that an electrolyte preparedby dissolving 
LiPFs in a propylene carbonate in an amount of 1 mol/1 was used. 
EXAMPLE 2 

A coin type half cell was prepared in the same manner 
as in Example 1 except that an electrolyte preparedby dissolving 
a vinylethylene carbonate in a 1 : 1 (by volume) mixture of 
ethylene carbonate and diethyl carbonate in an amount of 2% 
by weight, and then dissolving LiPFg in the solution in an amount 
of 1 mol/1 was used. 
COMPARATIVE EXAMPLE 3 

A coin type half cell was prepared in the same manner 
as in Example 1 except that an electrolyte preparedby dissolving 
LiPFs in a 1 : 1 (by volume) mixture of ethylene carbonate and 
diethyl carbonate in an amount of 1 mol/1 was used. 
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Subsequently, the coin type half cells of Examples 1 and 

2 and Comparative Examples 1 to 3 thus prepared were subjected 
to cycle life test involving discharge with a constant current 
of 0.2 mA to a termination voltage of 0 V and charge with a 
constant current of 0.4 mA to a termination voltage of 1.5 V 
at 25°C. 

The half cells of Examples 1 and 2 and Comparative Example 

3 which had been subjected to 10 cycles of charge and discharge 
were stored in doped state at 60°C for 4 8 hours, subjected to 
dedoping, and then examined for storage properties . 

The capacity-potential curve developed by charge and 
discharge at the 1st cycle in Example 1 and Comparative Examples 
1 and 2 are shown in Figs. 1, 2 and 3, respectively. The term 
"capacity" as used herein is meant to indicate the capacity 
of the graphite used as a working electrode per weight. 

The dedoped capacity (capacity of lithium dedoped from 
the working electrode) at the 1st cycle and the efficiency 
(dedoped capacity x 100/doped capacity) are set forth in Table 
1. 

As storage properties, the percentage of capacity of 
Examples 1 and 2 and Comparative Example 3 before (dedoped 
capacity at the 10th cycle) and after (dedoped capacity at the 
11th cycle) storage are set forth in Table 2. 

As shown in Fig. 3, in the case of single use of propylene 
carbonate as a solvent, a flat portion is observed in the vicinity 
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of 0.8 V where the decomposition of the electrolyte proceeds, 
disabling doping to 0 V. As shown in Fig. 2, when an electrolyte 
containing a vinylene carbonate is used, doping is made possible 
to 0 V, but the decomposition of the electrolyte cannot be 
sufficiently conducted. As shown in Fig* 1, the use of an 
electrolyte containing a vinylethylene carbonate makes it 
possible to inhibit the excessive decomposition of the 
electrolyte . 

As can be seen in Tables 1 and 2, the use of an electrolyte 
containing a vinylethylene carbonate makes it possible to 
enhance efficiency while keeping a high capacity and improve 
storage properties at high temperature. 
Table 1 





Dedoped capacity at 
1st cycle {mAh/g) 


Efficiency at 1st 
cycle {%) 


Example 1 






327 


91.6 


Example 2 






314 


91 . 6 


Comparative 


Example 


1 


315 


66.6 


Comparative 


Example 


2 






Comparative 


Example 


3 


318 


91.2 



Table 2 




Storage properties {%) 


Example 1 
Example 2 

Comparative Example 3 


97.6 
97.1 
96.7 



EXAMPLE 3 

To 85 parts by weight of LiCo02 as apositive activematerial 
were added 9 parts by weight of a polyvinyl idene fluoride KF-1000 
(trade name; produced by Kureha Chemical Industry Co. , Ltd. ) . 
The mixture was then dispersed with N-methyl-2^pyrrolidone to 
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make a slurry* The slurry was uniformly applied to an aluminum 
foil having a thickness of 20 as a positive electrode current 
collector dried, and then punched into a disk having a diameter 
of 12.5 mm to prepare a positive electrode* 

To 95 parts by weight of KS-4 4 (trade name; produced by 
Timcal (??) Co., Ltd.) / which is an artificial graphite powder 
having a d value of 0.336 nm on lattice plane (002 plane) as 
determined by X-ray dif f ractometry, a crystalline size (Lc) 
of not lower than 100 nm (264 nm), an ash content of 0.04% by 
weight, a median diameter of 17 \m as determined by laser 
dif fractometry/scattering method, a BET process specific 
surface area of 8.9 m 2 /g, an intensity R (= I b /Ia) of 0.15 wherein 
I A is the peak intensity in the range of from 1,580 to 1,620 
cm-1 and I A is the peak intensity in the range of from 1,350 
to 1,370 cm" 1 as determined by Raman spectroscopy, and a peak 
half width of 22 .2 cm" 1 in the range of from 1, 58 0 to 1, 620 cm" 1 
as a negative active material were added 5 parts by weight of 
a polyvinylidene fluoride . The mixture was then dispersed with 
N-methyl-2-pyrrolidone to make a slurry. The slurry thus made 
was uniformly applied to a copper foil having a thickness of 
18 |na as a negative electrode current collector, dried, and 
then punched into a disk having a diameter of 12.5 mm to prepare 
a negative electrode. 

An electrolyte was prepared by dissolving a vinylethylene 
carbonate in a 1 : 1 (by volume) mixture of propylene carbonate 
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and ethylene carbonate in a proportion of 3% per 97% by weight, 
and then dissolving thoroughly dried lithium 
hexaf luorophosphate (LiPF 6 ) as a solute in the solution in an 
amount of 1 mol/1 in dried argon atmosphere* 

The positive electrode was then received in a stainless 
steel can which also acts as a positive electrode conductor* 
The negative electrode was then put on the positive electrode 
m with a polyethylene separator impregnated with the electrolyte 

%\ interposed therebetween. The can was then caulked with a 

sealing plate which also acts as a negative electrode conductor 
O with an insulating gasket interposed therebetween to seal the 

w can* Thus, a coin type battery was prepared. 

W COMPARATIVE EXAMPLE 4 

f; 

; S i 
; 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
LiPF 6 in a 1 : 1 mixture (by volume) of propylene carbonate 
and ethylene carbonate in an amount of 1 mol/1 was used. 
EXAMPLE 4 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
a vinylethylene carbonate in a 1 : 1 mixture (by volume) of 

ethylene carbonate and y-butyrolactone in a proportion of 3% 
per 97% by weight, and then dissolving LiPF 6 in the solution 
in an amount of 1 mol/1 was used* 
COMPARATIVE EXAMPLE 5 
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A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
LiPF 6 in a 1 : 1 mixture (by volume) of ethylene carbonate and 
y-butyrolactone in an amount of 1 mol/1 was used. 
EXAMPLE 5 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
a vinylethylene carbonate in a 1 : 1 mixture (by volume) of 
propylene carbonate and y-butyrolactone in a proportion of 3% 
per 97% by weight/ and then dissolving LiPF 6 in the solution 
in an amount of 1 mol/1 was used. 
COMPARATIVE EXAMPLE 6 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
LiPF 6 in a 1 ; 1 mixture (by volume) of propylene carbonate 

and y-butyrolactone in an amount of 1 mol/1 was used. 
EXAMPLE 6 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
a vinylethylene carbonate in propylene carbonate in a proportion 
of 3% per 97% by weight, and then dissolving LiPF 6 in the solution 
in an amount of 1 mol/1 was used. 
COMPARATIVE EXAMPLE 7 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
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LiPFe in propylene carbonate in an amount of 1 mol/1 was used, 
EXAMPLE 7 

A coin type battery was prepared in the same manner as 
in Example 3 except that an electrolyte prepared by dissolving 
a vinylethylene carbonate in a 1 : 1 mixture (by volume) of 
propylene carbonate and ethylene carbonate in a proportion of 
5% per 95% by weight, and then dissolving LiPF 6 in the solution 
in an amount of 1 mol/1 was used. 

The batteries prepared in Examples 3 to 7 and Comparative 
Examples 4 to 7 were then subjected to cycle life test involving 
charge with a constant current of 0.5 mA to a termination voltage 
of 4.2 V and discharge to a termination voltage of 2.5 V at 
25°C. 

The electrical conductivity of the electrolytes used in 

Examples 3 to 7 at 20°C and - 30°C are set forth in Table 3. 
For the measurement of electrical conductivity, an electrical 
conductivity meter (CM-305, produced by DKK-TOA CORPORATION) 
was used. 

The flash point was measured according to JIS K-22 65. 

The discharge capacity per weight of negative electrode 
and charge-discharge efficiency at the 1st cycle of the various 
batteries are set forth in Table 4. The charge-discharge 
efficiency was determined by the following equation. 

Charge-discharge efficiency (%) = [ (Discharge 
capacity) / (Charge capacity) ] x 100 
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As shown in Table 4, Comparative Examples 4, 6 and 7 
underwent violent decomposition of electrolyte and thus didn't 
act as battery. 

On the other hand, the electrolytes of the examples of 

the invention didn't solidify even at - 30°C and exhibit a 
relatively high conductivity and thus provide an excellent 
capacity and charge-discharge efficiency when used in battery . 



Table 3 





Electrical 
conductivity 
(mS/cm) 


Flash point (°C) 


20°C 


- 30°C 


Example 3 


6.2 


1.1 


140 


Example 4 


9.1 


2.6 


119 


Example 5 


8.1 


2.3 


119 


Example 6 


5.3 


1.0 


138 


Example 7 


6.1 


1.0 


140 



Table 4 





Capacity at 1st 
cycle (mAh/g) 


Efficiency at 1st 
cycle (%) 


Example 3 


226 


81.3 


Example 4 


230 


83.0 


Example 5 


213 


81.1 


Example 6 


198 


78.1 


Example 7 


233 


84.4 


Comparative Example 4 






Comparative Example 5 


120 


34.4 


Comparative Example 6 






Comparative Example 7 
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Industrial Applicability 

In a non-aqueous electrolyte secondary battery 
comprising a negative electrode containing a carbon-based 
material,, the use of a non-aqueous solvent containing a 
vinylethylene carbonate compound represented by the general 
formula (I) makes it possible to prepare a battery which is 
subject to minimized decomposition of the electrolyte and 
provides a high capacity as well as exhibits excellent storage 
properties and cycle life performance and hence contribute to 
the reduction of the size of and improve the performance of 
the non-aqueous electrolyte secondary battery* 
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Claims 

1. A non-aqueous electrolyte secondary battery 
comprising a negative electrode, a positive electrode and an 
electrolyte having a lithium salt dissolved in a non-aqueous 
solvent, characterized in that said non-aqueous solvent 
contains a vinylethylene carbonate compound represented by the 
following general formula (I) in an amount of from 0 # 01% to 
20% by weight: 

R 3 

/ R 4 y R 5 
O 0 

V . 

0 

wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent 
a hydrogen atom or an alkyl group having 1 to 4 carbon atoms . 

2. The non-aqueous electrolyte secondary battery 
according to Claim 1, wherein said negative electrode contains 
a carbon-based material capable of absorbing and releasing 
lithium, 

3* The non-aqueous electrolyte secondary battery 
according to Claim 2, wherein said carbon-basedmaterial capable 
of absorbing and releasing lithium comprises a carbon-based 
material having a d value of from 0.335 to 0*34 nm on lattice 



/ 
R 2 
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plane (002 plane) as determined by X-ray dlf f ractometry «, 

4. The non-aqueous electrolyte secondary battery 
according to any one of Claims 1 to 3, wherein said non-aqueous 
solvent is amixedsolvent containing a cyclic carbonate selected 
from the group consisting of alkylene carbonates the alkylene 
group moiety of which each have from 2 to 4 carbon atoms and 
a chain carbonate selected from the group consisting of dialkyl 
carbonate the alkyl group moiety of which each have from 1 to 
4 carbon atoms except the vinylethylene carbonate compound of 
the general formula (I) each in an amount of not smaller than 
20 vol-%, with the proviso that the content of said carbonates 
accounts for not smaller than 70 vol-% based on the total amount 
thereof • 

5. The non-aqueous electrolyte secondary battery 
according to any one of Claims 1 to 3, wherein said non-aqueous 
solvent except the vinylethylene carbonate compound of the 
general formula (I) contains one or more solvents selected from 
solvents having a relative dielectric constant of not smaller 
than 25 and exhibits a flash point of not lower than 70°C. 

6* The non-aqueous electrolyte secondary battery 
according to any one of Claims 1 to 3, wherein said non-aqueous 
solvent except the vinylethylene carbonate compound of the 
general formula (I) is selected from solvents having a relative 
dielectric constant of not smaller than 25. 

7. The non-aqueous electrolyte secondary battery 
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according to Claim 5 or 6, wherein said solvent having a relative 
dielectric constant of not smaller than 25 is selected from 
ethylene carbonate, propylene carbonate, butylene carbonate, 
y-butyrolactone and y-valerolactone , 

8. The non-aqueous electrolyte secondary battery 
according to Claim 5 or 6, wherein said solvent having a relative 
dielectric constant of not smaller than 25 is a mixture of 
ethylene carbonate and y-butyrolactone. 

9. The non-aqueous electrolyte secondary battery 
according to any one of Claims 1 to 8, wherein said lithium 
salt is at least one salt selected from LiClo*, LiPF 6 , LiBF 4 , 
LiCF 3 S0 3 , LiN(CF 3 S0 2 ) 2 , LiN (CF 3 CF 2 S0 2 ) 2 , LiN(CF 3 S0 2 ) (C 4 F 9 S0 2 ) and 
LiC(CF 3 S0 2 } 3 . 

10 . A non-aqueous electrolyte for non-aqueous 
electrolyte secondary battery comprising at least a negative 
electrode and a positive electrode capable of 
absorbing/releasing lithium which comprises a solute and a 
non-aqueous solvent, characterized in that said non-aqueous 
solvent contains a vinylethylene carbonate compound 
represented by the following general formula (I) in an amount 
of from 0*01 to 2 0% by weight: 
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0 



wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent 
a hydrogen atom or an alkyl group having 1 to 4 carbon atoms. 

11. A non-aqueous electrolyte for non-aqueous 
electrolyte secondary battery comprising at least a negative 
electrode and a positive electrode capable of 
absorbing/releasing lithium which comprises a solute and a 
non-aqueous solvent, characterized in that said non-aqueous 
solvent contains one or more solvents selected from solvents 
having a relative dielectric constant of not smaller than 25 
in an amount of not smaller than 90% by weight, exhibits a flash 

point of not lower than 70°C and comprises at least one 
vinylethylene carbonate represented by the following general 
formula ( I ) incorporated therein : 
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wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent 
a hydrogen atom or an alkyl group having 1 to 4 carbon atoms. 
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Abstract 



A non-aqueous electrolyte secondary battery comprising 
a negative electrode, a positive electrode and an electrolyte 
having a lithium salt dissolved in a non-aqueous solvent 
characterized in that said non-aqueous solvent contains a 
vinylethylene carbonate compound represented by the general 
formula (I) in an amount of from 0 , 01 to 2 01 by weight is subject 
to minimized decomposition of the electrolyte and can provide 
a high capacity as well as exhibits excellent storage properties 
and cycle life performance* 



0 

wherein R 1 , R 2 , R 3 , R 4 , R 5 and R 6 each independently represent 
a hydrogen atom or an alkyl group having 1 to 4 carbon atoms. 



R 1 



R 3 




\ 
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Declaration and Power of Attorney For Patent Application 
Japanese Language Declaration 



As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated 
next to my name. 

I believe I am the original, first and sole inventor (if only one 
name is listed below) or an original, first and joint inventor (if 
plural names are listed below) of the subject matter which is 
claimed and for which a patent is sought on the invention 
entitled. 

NON-AQUEOUS ELECTROLYTE SECONDARY BATTERY 



mmm&mm^ t u 

(mmTZMS) CfljESii* Ufc. 



the specification of which 
□ is attached hereto. 

& was filed on December 18, 72001 

as United States Application Number or 

09/926,779 ^ ; anc | was amended on 
(if applicable). 

I hereby state that I have reviewed and understand the 
contents of the above identified specification, including the 
claims, as amended by any amendment referred to above - 

I acknowledge the duty to disclose information which is material 
to patentability as defined in Title 37, Code of Federal 
Regulations, Section 1 .56. 
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fett. #B«*#35ttl9* (a) - (d) «Xtt365* (b) Sic 
-B«ffflFlB*ft»365 (a) SicloX Ilfflis Xtt»H-e©» 
iSI-T-SfckfeC «*«*±3BlxT^«. ^ffiSottcttMK 



Prior Foreign Application® 
5*BT*<iMfcfTtMI 
F.Hei. 11-172405 
(Number) 

P.Hei. 11-304847 
(Number) 



Japan 



(Country) 
(B*> 

Japan 



(Country) 
<B*> 



1st) 

I hereby claim foreign priority under Trtle 35, United States Code, 
Section 119 (a)-(d) or 365(b) of any foreign applications) for patent 
or inventor's certificate, or Section 365(a) of any PCT International 
application which designated at least one country other than the 
United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's 
certificate, or PCT International application having a filing date 
before that of the application on which priority is claimed. 

Priority Claimed 

18/Jnnff/1999 20 □ 

(Day/Month/Year Filed) Yes No 

(&m*?RB) ten tH^i 

2 7 /October/ 1999 S □ 

(Day/Month/Year Filed) Yes No 



! g35S*BS*119$ (e) «Ka6-3l»tTR<D#B«tt 



I hereby claim the benefit under Trtle 35, United States Code, 
Section 1 19(e) of any United States provisional application^) listed 
below. 



(Application No.) 



(Filing Date) 



9. *©*ff*BHJ«»aaJBtt»T?*ffl«»©H*BWS^ 
«4»W«**»9BIB«lBH*^©WB*CA*S*i-fc. MJ%M 



PCT/JPOO/03910 
(Application No.) 



15/June/2000 

(Ring Date) 
(£BHB) 



(Application No.) 



(Ring Date) 
(ffiJSB) 



I hereby claim the benefit under Trtle 35, United States Code, Section 
120 of any United States application^), or Section 365(c) of any PCT 
International application designating the United States, listed below 
and, insofar as the subject matter of each of the claims of this 
application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph 
of Title 35, United States Code Section 1 12, 1 acknowledge the duty 
to disclose information which is material to patentability as defined in 
Title 37, Code of Federal Regulations, Section 1.56 which became 
available between the filing date of the prior application and the 
national or PCT International filing date of application. 
Pending 

(Status: Patented, Pending, Abandoned) 



(Application No.) 



(Filing Date) 



imb % ±rMM'eh& i: sirens ct. s &c»*{cfts 
XliRi:lr^?ftfc»lr<Of»ttA ! *6W 



(Status: Patented, Pending, Abandoned) 

mm : mmm»sm. 

I hereby declare that all statements made herein of my own 
knowledge are true and that all statements made on information 
and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under 
Section 1001 of Title 18 of the United States Code and thai such 
willful false statements may jeopardize the validity of the application 
or any patent issued thereon. 
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POWER OF ATTORNEY: As a named inventor, I hereby appoint 
the following attorney(s) and/or agent(s) to prosecute this 
application and transact all business in the Patent and Trademark 
Office connected therewith: (list name and registration number) 



022850 




Direct Telephone Calls to: (name and telephone number) 
(703) 413-3000 



mm 



mm 




till name of sole or first joint inventor 



Inventor's signature 



Residence 



Ibaraki , Japan 



Date 
May 20 , 20| 0 



Citizenship 



Japan 



Post Office Address 
c/o MITSUBISHI CHEMICAL CORPORATION TSUKUBA 
RESEARCH CENTER, 3-1, Chuo 8 - chomo, 



Amimachi, Inashiki-gun, Ibaraki 300-0332 
Japan 



Full name of second joint inventor, if any 
_Xaka^hi FUJI I 



aft 



Second joint Inventor's signature 



Residence 



T haraki , Japan^/^- 




Date 

May 20 , 2 



)C2 



Citizenship 



Japan 



Post Office Address 
c/o MITSUBISHI CHEMICAL CORPORATION TSUKUBk 
RESEARCH CENTER , 3-1, Chuo a -rhnme, 



Amimachi, Inashiki-gun, Ibaraki 300-0332 
Japan 



(S = JilRtO*l^%B^#JwOl *T feH«C!B«Sb. S^f S - t ) (Supply similar information and signature for third and subsequent 

joint inventors.) 
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name of third joint inventor, if any 

oriko SHIMA 



ThircUoint ^nventor&signature 



Residence 



Date 

» May 20, 200E 



Ibaraki , Japan 



Citizenship 



Japan 



Post Office Address 



RESEARCH CENTER, 3-1, Chuo 8-chome, 
Amimachi, Inashiki-gun, Ibaraki, 300-0332 



japan 



0" 



U ^Hi?'os{/i U1 



lipventor, if any 



Fourth joint Inventor's signature 



Residence 



Ibaraki , Japan 




Date 

.ay 20, 20(12 



mm 



Citizenship 



Japan 



Post Office Address 

c/o MITSUBISHI CHEMICAL CORPORATION TSUKUBfl 



RESEARCH CENTER, 3-1, Chuo 8-chome, 
am-iTTianhT r Tn^Kh-iki-gi]n f Tharaki 300-0332 



Japan 



Full name of fifth joint inventor, rf any 



aw 



Fifth joint Inventor's signature 



Date 



mi 



Residence 



mm 



Citizenship 



Post Office Address 



Full name of sixth joint inventor, rf any 



Sixth joint Inventor's signature 



Date 



Residence 



Blf 



Citizenship 



Post Office Address 



(S/vS feti* tlUif^<7)*(pl^^#tC^ UTkPttS&tS (Supply similar information and signature for third and sub- 

n&±Xfm&%m&t%Zto ) sequent joint inventors.) 
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